20

REACTIONS  OF ANILINE LAKES.


	
	
	
	Solubility of the Lake in
				
Colcraring Matter.
	Carrier.
	Precipitating
 Agent.
	Shade.
	
		Acetic Acid.
	
	
				Hot Water.
	Alcohol.
		Turpentine.
	Varnish.

Pigment
	Barytes
	None
	Bright
	Insol.
	Fair
	No elTeot
	Great
	Fair

chrome-
	
	
	lemon-
	
	
	
	
	

yellow L
	
	
	yellow
	
	
	
	
	

in pulp
	
	
	
	
	
	
	
	

(M. L. Br.)
	
	
	
	
	
	
	
	

Paraphosphin
	China-clay
	None
	Dead pale
	Inaol.
	Traces
	No effect
	Ineol.
	Insol,


	
	
	lemon-
	
	
	
	
	


	
	
	yellow
	
	
	
	
	

Oxircurnein GG (Beyer u. Kegel)
	( Barytes, J    artif. 1 Barytes, [_ Alumina
	[" Alumin. sulphate, \    Soda, Barium 1^ chloride
	Bright lemon-yellow
	Fail-
	Fair (sulphur-yellow)
	Somewhat (sulphur-yellow)
	Fair
	G reat

Curcume'in extra f. (Beyer u. Kegel)
	{Barytes, artif. Barytes, Alumina
	f Alumin. sulphate, \    Boda, Barium 1^ chloride
	Golden-yellow
	Fair
	Fair (lemon-yellow)
	Fair (golden-ytslloWj reddish)
	Fair
	Greftb

Phosphine
	Ohina-clay
	None
	Ochreish
	Inaol.
	Some-
	No effect
	Inaol,
	Inaol.

2G
	
	
	
	
	what
	
	
	


	
	
	
	
	(brown-
	
	
	


	
	
	
	
	ish
	
	
	


	
	
	
	
	yellow)
	
	
	

Phosphine
	Ohina-clay
	None
	Reddish
	Insol.
	Traceu
	No effect
	Insol,
	Insol,

3R
	
	
	ochre
	
	
	
	
	


	
